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(54) BLOW MOLDING DIE AND lUIETHOD OF IMANUFACTURING SAME 

(57) A metallic mold for blow-molding wherein at a 
peripheral part of a cavity established at a main body 
consisting of a highly thermally conductive metal, a 
layer of a highly hard metal metallurglcaliy bonded to 
the main body is provided, a component thereof and a 
method for a production thereof. 

The metallic mold or the component thereof for 
blow-molding of the present invention makes the cool- 
ing rate of the molded article high and enables a short- 
ened cyde for molding. The surface thereof has a highly 
hard metal bond, and therefore an improvement in dura- 
bility of a pinch-off part thereof can be attained. Moreo- 
ver, since the highly haid metal is metallui^ically 
bonded to the whole surface of the metallic mold, no 
machining such as that In a nest is necessary. There- 
fore, the time to deliver the metallic mold can be short- 
ened and cost of machining thereof can be reduced. 
Further, since a bolting necessary in case of using a 
nest is not necessary, a water cooling circuit can be pro- 
vided at a point as near as possible to the surface of a 
mold cavity and the surface of a parting line, and thus a 
high efficiency of cooling with water can be maintained. 
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Description 
Technical Field 

The present invention relates to a metallic mold for s 
blow-molding, a component thereof, and a method for 
the production thereof. 

More specifically, the present invention relates to a 
metallic mold for blow>molding wherein at a peripheral 
part of a cavity established at a main body consisting of 10 
a highly thermal conductive metal, a layer of a highly 
hard metal which is metallurgically bonded to the main 
body is provided, to a component thereof and to a 
method for a production thereof. 

According to the present invention, when a cut-off is 
part is provided on at least one part of a peripheral part 
of the cavity, durability of the metallic mold can be 
improved, while an improvement of a thermal corxluctiv- 
ity of the main body is sought. 

20 

Baclcground Art 

Generally, a molding method of blow-mokJIng is 
used in a production of a vessel or container used for a 
refreshment beverage, a detergent, or the like. 2s 

In a metallic mold used in this molding method, an 
alloy of aluminum, an alloy of zinc and an alloy of copper 
which have excellent thermal radiation are not seldom 
used generally in order to shorten the shot cyde time. 
However in case of this molding method, generally it is 30 
necessary to remove a burr (a protruded portion of a 
resin when the resin is clipped from both sides between 
the metallic molds), and various types of steel stocks 
and a stainless steel which have excellent hardness and 
durability are used for the part having a function of as 
removing the portion (a part of pinch-ofO- 

Recently, complicated and unique shapes of ves- 
sels are increasing. For instance, conventionally, the 
shapes have been those having a burr of a resin only at 
the bottom of laotties (a portion of a parison tail) [a 40 
shape such as those of common bottles of shampoo]. 
However, for instance, as can be seen in bottles gener- 
ating a burr also at a shoulder thereof as is exemplified 
by pumping type large bottles of shampoo, and in bot- 
tles generating a Ixjrr at or around a handgrip as is 45 
exemplified by bottles having a harxlgrip such as bottles 
of a liquid detergent, etc.. shapes of tx)ttles have 
become diversified depending upon the diversification 
of demand of consumers, and accordingly sizes and 
shapes of the metallic molds for molding thereof also so 
are diversified and thus shapes of a parting line thereof 
also have become Intricate. 

In trends like this, a part of pinch-off of a metallic 
mold conventionally was limited to a bottom part or a 
neck part of the mold, but recently in some cases it is ss 
required to be located at the whole part along the part- 
ing line of the mold proper. 

In this case, conventionally a method has been 
adopted wherein a highly hard metal to which a machin- 



ing was applied to form a cut-off blade of a pinch-off part 
was embedded in the mold proper which was made of a 
highly thermally conductive metal, and was fastened 
with a bolt f nest*!. However the method of "nesting" has 
such a problem that it incurs an increase of cost and an 
extension of delivery time owing to an increase of man- 
hours, and further it can be applied only when a periph- 
eral part of tiie mold cavity and a parting line thereof 
have a linear shape, and cannot be applied when they 
have an inta-icate shape including a curve. The metallic 
mold proper consists of a pair of metallic molds split at 
the parting face thereof, and molded articles are pro- 
duced in a state thereof being closed from both sides. 
However, upon the two surfaces facing each otiier a 
pressure not lower than at>out 10 tons is imposed to ttie 
whole of the metallic molds, and therefore when the 
component of a cut-off blade is a system of "a nest", this 
turns out to be broken down, or to incur a crucial defect 
to a product due to a deviation of the motel. 

In tills metallic mold, water cooling circuits are pro- 
vided at the inner part thereof. However when a nest is 
set by machining of bolting a component or tiie like such 
as a cut-off blade, holes of the bolts may be feared to 
intersect the water coding circuits, which therefore must 
be provteled at a ratiier distant point from a surface of 
the metallic mold (a surface of the cavity and a surface 
of the parting line). This remarkably Impairs the effi- 
ciency of cooling with water, and incurs a decrease of 
the shortening of tine time for a shot cycle. 

On the other hand, in a metallic mold of a large size 
and having a complicated shape at a peripheral part of 
the cavity or tiie parting line thereof such as a vessel for 
kerosene, a nest system is difficult, and therefore reluc- 
tantiy, the whole of tiie metallic mold as one txxjy is not 
seldom obtained by machining of a material proper of a 
highly hard metal (such as steel). However, this method 
is remarkak)ly poor in thermal radiatton, arxi therefore a 
molding cyde cannot be improved. whk;h lias been a 
cause of poor productivity. 

In contrast, in Japanese Patent Publication Unex- 
amined No. 1 CSS)-! 43738, the problem is intended to 
solve by making steel of the working surface of a metal- 
lic mold thin and furtiier by backing it witii copper. How- 
ever, the whole of the working suriace of the mold is 
made of steel stock, and therefore the problem of tfier- 
mal radiation has not yet suff icientiy been solved. 

Further. Japanese Patent Publication Unexamined 
No. 62 ('87)-113521 discloses a device for mokfing a 
powdered resin, wherein by placing at the backside of a 
metal at the molding surtace another metal having a 
thermal conductivity higher than ttiat of the metal, the 
cycle of heating and cooling is purposed to improve. 
However the publication does not suggest a removal of 
burrs, for instance, in blow molding. 

Japanese Patent Publication Unexamined No. 4 
('92)-101813 disctoses that a cutting-off component 
using a cladding material is enployed as a part of linear 
parison tail. According to the metiiod, problems wherein 
the cut-off blade is broken down or the component of 
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cutting-off is deviated are solved. However wlien a 
shape of a peripheral part of the cavity or of a parting 
line is not linear, it cannot be used as the component of 
cutting-off. 

5 

DisclosurB of the Invention 

The present Invention has been accomplished by 
paying attention to the above-described problems. An 
object of the present Invention is to purpose an improve- io 
ment of the thermal conductivity of a main body of a 
metallic mold and to Improve durability of a cut-off blade 
when a cutting-off component is provided at the whole 
or a part such as a parting line or the like of a peripheral 
part of a cavity having any shape. is 

That is, the first of the present Invention relates to a 
metallic mold for tslow-molding wherein at a peripheral 
part of a cavity established at a main body consisting of 
a highly thermally conductive metal, a layer of a highly 
hard metal metallurgically bonded to the main body is 20 
provided. 

The second of the present invention relates to a 
metallic mold for blow-molding having as a component 
of the metallic mold at least one component of the 
metallic mold wherein at a peripheral part of a cavity 2S 
established at a main body consisting of a highly ther- 
mally conductive metal, a layer of a highly hard metal 
metallurgically b>onded to the main body Is provided. 

The third of the present invention relates to a 
method for producing a metallic mold for blow-molding 30 
wherein by employing a composite material which is 
obtainable by metallurgically bonding a layer of a highly 
hard metal onto the suriace of a main body of a highly 
thermally conductive metal, forming a cavity by digging 
from the side of the highly hard metal Into the main 3S 
body, and thereby forming a layer containing the highly 
hard metal at a peripheral part of the cavity. 

The fourth of the present invention relates to a 
method for producing a component of a metallic mold 
for blow-molding wherein by employing a composite 40 
material which is obtainable by metallurgically bonding 
a layer of a highly hard metal onto the surface of a main 
body of a highly thermally conductive metal, forming a 
cavity by digging from the side of the highly hard metal 
into the main body, and thereby forming a layer contain- 4s 
ing the highly hard metal at a peripheral part of the cav- 
ity. 

Brief Description of Drawings 

^ : ::ui:: / ^ 

Fig. 1 shows a front view of one. surface of a pair of 1 
the metallic molds of the present invention shown in . 
Example 1. 

Fig. 2 shows an AA sectional view of Fig. 1 . 

Fig. 3 shows a front view of one surface of a pair of ss 
the nietallic molds of the present invention shdwn in 
Exarpple2l 

r^ig. 4 shows a BB sectional view of fig. 3, 

Fig. 5 shows a CC sectional view of Fig. 3, . 



Fig. 6 shows a front view of one surface of a pair of 
the metallic molds of the present invention shown In 
Example 3. 

Fig. 7 shows a DD sectional view of Fig. 6. 

Rg. 8 shows an EE sectional view of Fig. 6.. 

Description of Symbols 

1 a main body (an alloy of aluminum) 

2. a layer of pure aluminum 

3. a layer of copper 

4. a layer of stainless steel 

5. a water cooling circuit 

6. a hollow part (a cavity part) 

7. a component of a mold (a split mold of an upper 
part of a bottle) 

8. a component of a mold (a split mold of a body 
part of a bottle) 

9. a component of a mold (a split mold of a bottom 
part of a bottle) 

10. a layer of a highly hard steel 

11. a layer of titanium 

1 2. a component of a mold (a split mold proper) 

13. a comporient of a nrwW (a nest of a bottom part: 
stainless steel) 

Best Mode for Carrying Out the Invention 

The metallic mold according to the present inven- 
tion signifies a whole metallic mold or each of a pair of 
symmetrical metallic molds. The component or segment 
of the metallic mold signifies the further split or seg- 
menting of each of the pair of the symmetrical metallic 
molds, or signifies the component or segment of a split 
part such as a bottom bushing, a handle grip. etc. 

The highly thennal conductive metal as the main 
body of the metallic mold or the component of the metal- 
lic mold according to the present invention is a metal 
having higher thermal conductivity than the cbnven- 
tibnal metallic material containing mainly steel, and it is 
exenplified by aluminum, an alloy of aluminum, copper, 
an alloy of copper, etc. 

The highly hard metal according, to the present 
invention is a metal havlrig higher hardness (Rockwell 
hardness) than an alloy of aluminum, and it |s exenrpll- 
fied by a steel, a steel suitable for a mold for a plastic 
mblding (e.g.. a prehardened steel, a hardened steel, a 
nitrided steel, a steel resistant to coi-rosion, a maraging 
steel, etc.). a stainless steel, titanium, an alloy of titk- 
nium, nickel, an alloy of nicHel. an alloy of beryllium-cop- 
per, eja. : .j... ■ /'^ 

. The cavity pf the present invention hais a predeter- 
mined shape. and;the predetermined shape is that of a 
desired plastic molded article, ^e cavity is formed by 
dig|ging from the side of a highly hard m^l of a dad 
material into a mairi body of a hidhty thermally conduc- 
tive rnetal. \-y ^ ■ , ■ • ' ' • ■ 
. The parting line is an outlirie of one section of a 
plastic molded article which ^pp^rs on the 8urfe|(je of a 
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parting face (a surface of a parting line) of a mold after 
the cavity is formed. 

The peripheral part of the cavity means a part of the 
parting face outside of the parting line including the line 
in the parting face of a mold. 5 

The metallurgical tx>nding according to the present 
invention signifies the bonding of two sorts of metats 
after they are brought as dose as to the domain wherein 
attraction force functions between atoms, and is carried 
out by means of pressure bonding, for example, usually 10 
by explosive cladding, roll cladding, diffusion bonding in 
vacuum, friction welding, or the like. When it is difficult to 
metallurgical ly bond two different sorts of metals, they 
may be bonded by employing, for example, pure alumi- 
num, titanium, nickel, copper or pure iron as an interme- is 
diate metal thereof. 

As referred to above, the starting material which 
forms the metallic mold for blow molding according to 
the present invention can be, for example, a composite 
board of different sorts of metals wherein the layers 20 
comprising a layer of an alloy of aluminum, a layer of 
pure aluminum, a layer of an alloy of copper, and a layer 
of a stainless steel are metallurgically bonded in a 
plane. The means for borxiing in a plane can be as fol- 
lows, for instance, in a method of explosive cladding. On ss 
the surface of a stainless steel board as a base metal, a 
space is provided with an appropriate space supporter, 
and a board of an alloy of copper as a clad metal is set 
thereon facing to the base metal. An explosive equipped 
on the whole of the back surface (an upper surface) of 30 
the board of an alloy of copper is made to explode from 
one terminal of the explosive, for example, by an electric 
detonator, and thus the two t>oards of metals are 
bonded in a plane in an instant. As a result, at first, the 
composite board of the two layers of different sorts of 3s 
metals Is obtained. 

Next, the composite board off the two layers of dif- 
ferent sorts of metals as a base metal is placed with the 
surface of an alloy of copper as the upper surface. As 
described above, a space is provided with an appropri- 40 
ate space supporter on the upper surface, and a board 
of pure aluminum as a clad metal is set thereon facing 
to the base metal. In the same way as described above, 
the composite Ijoard of three layers of different sorts of 
metals Is obtained. 45 

Further, the composite board of the three layers of 
different sorts of metals as a base metal is placed with 
the surface of pure aluminum as the upper surface. As 
described above, by conducting explosive dadding of 
the board of an alloy of aluminum thereon, the compos- so 
ite board of the four layers of different sorts of metals is 
produced wherein the layers comprising a layer of an 
alloy of aluminum, a layer of pure aluminum, a layer of 
an alloy of copper, and a fayer of a stainless steel are 
metallurgically bonded by a method of explosive clad- ss 
ding. 

However, besides the way wherein the composite 
metallic board of multiple layers is prepared by repeat- 
ing explosive cladding respectively off each off the mate- 



rials as stated above, after the required spaces are 
provided between the respective layers of multiple lay- 
ers of metallic boards which compose the desired com- 
posite boards of different sorts of metats. explosive 
dadding may be conducted all at once to produce the 
composite board of different sorts of metals, and this 
may be utilized as a starting material for the metallic 
mold for blow molding. 

Tlie description atx>ve provides an example of met- 
allurgical bonding by explosive dadding. Besides this, 
the metallurgical bonding can be effected by roll cfad- 
ding wherein the activated and deaned surfaces of dif- 
ferent sorts of metallic boards which are purposed to be 
bonded to each other are closely contected. the periph- 
ery thereof is hermetically sealed, and they are rolled at 
a high temperature in high vacuum; diffusion bonding in 
vacuum wherein two sorts of metals are bonded by 
pressing and heating In an atmosphere of high vacuum 
to the region where the two metels are diffused; friction 
welding, and the like. In any method, the way wherein 
metallic layers which are purposed to be bonded to 
each other are famlnated so as to pile up successively, 
or the way wherein the composite board of different 
sorts of mefals is prepared by bonding all at once any off 
the different sorts of mefals of multiple layers to another, 
or the like, may be employed. 

The machining off digging into according to the 
present invention is the same as the conventional 
machinings of a mold cavity. For instance, it is a machin- 
ing wherein a drawing of the metellic mold to be made is 
read on a NC (numerical control) fape. a NC milling is 
conducted from the side of a highly hard metal pursuant 
to the numerical control based on the data of this fape, 
the cavity is formed by cutting, and further an abrasion 
is provided by a shot blasting to the inner surface of the 
cut and dug cavity, lastly a finish thereof being con- 
ducted. 

Moreover, as for the peripheral part of the cavity 
having a predetermined shape according to the present 
invention, concerning the part whkih is required to 
remove burrs of the resin, particularly atong the parting 
line thereof, the highly hard nrtetal layer is prefenred to be 
machined like a shape of a cut-offf blade. 

Examples 

The present invention is explained by the following 
Examples by referring to Drawings, but Is not to be con- 
strued as limited by the Examples. 

Example 1 

Fig. 1 shows a mold for blow molding a bottle hav- 
ing a handgrip. The mold is split into two synvnetric 
metallic molds. 

As shown in Fig. 2, the mefallic mold is composed 
of four layers, wherein a main body 1 is an alloy of alu- 
minum, and pure aluminum 2 and copper 3, as the inter- 
mediate mefals are bonded thereto by expkisive 
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cladding, and further a stainless steel 4 Is bonded at the 
mo6t external layer. 

Into a pair of surfaces facing to each other, the 
machining of digging to form a shape of the txyttle of a 
product has been carried out The peripheral parts of s 
the cavity at the bottle-neck part, the handgrip part and 
the bottom part of the metallic mold retain edges of the 
peripheral parts (cut-off blades) for cutting burrs, 
whereas a layer of stainless steel at the surfaces of the 
other parts has been cut off and the surfaces of an alloy to 
of aluminum are made bare. The peripheral parts of 
parts other than the above-described, including the 
body part of the bottle of the metallic mold, if necessary, 
may be made a shape of a cut-off blade, or may retain 
the layer of a stainless steel as it is. Or otherwise, an is 
alloy of aluminum thereof may be made l>are by cutting 
the layer of a stainless steel, a copper layer and a layer 
of pure aluminum. 

A water cooling circuit is provided by machining at a 
part as close as possible to the surface of the metallic 20 
mold (the side of a stainless steel) so as to improve 
cooling efficiency. 

By making the peripheral part of the mold cavity 
which part cuts burrs, a stock of stainless steel, the 
mold is provided with the hardness and durability 2s 
required to cut off a resin, and by making a main body of 
the mold an alloy of aluminum, the mold is provided with 
thermal radiation, and thus a shot cycle thereof is pur- 
posed to improve. 

30 

Examples 2 

Fig. 3 shows a mold for blow molding of the bottle 
made of polyethylene having a handgrip. As in Example 
1 , the mold is formed into a shape of what is split into as 
two symmetric metallk; mokte. and further each of the 
metallic moid has been split longitudinally into 3 pieces 
or segments of a component of the metallic mold. In this 
case, the metallic mold component (a split mold of an 
upper part of the bottle) 7 and the metallic mold compo- 40 
nent (a split mold of a bottom part of the bottle) 9 are 
composed of three layers as is shown in Fig. 4, wherein 
an alloy of aluminum is the main body 1, and a layer of 
titanium 11 as the intermediate metal is bonded thereto 
by explosive cladding, and further a layer of a highly 4s 
hard steel 10 is bonded at the most external layer. 

The metallic moki component (a split mold of a 
body part of the txyttle) 8 is made of an alloy of alumi- 
num proper. This is because in case of a bottle, no burr 
is generated at the body part thereof, and therefore so 
there is no necessity of provkling a highly hard material 
at the peripheral part of the cavity. The peripherahparts 
of the cavity at the tx>tlle-neck part and the handgrip 
part of the metallic mold component (the split moM of an 
upper part of the bottle) 7. and at the metallic mold com- ss 
poheht (the spilt mold of a bottom part of the bottle) 9 
retaip edges of the peripheral parts ^cut-off blades) for 
cutting bun^, whereas a layer of a highly hard steel at 



the surfaces of the other parts has been cut off and the 
surfaces of an alloy of aluminum are made bare. 

As for this mold, by splitting only the parts thereof 
where burrs are generated, into components thereof, 
and as for each of the metallic mold components, as in 
Example 1 . by making the peripheral part of the cavity a 
stock of highly hard steel, the mold is provkied with the 
hardness and durabilfty required to cut off a resin, and 
by making a main body of the moM an alloy of alumi- 
num, the mokl is provided with thermal radiation, and 
thus a shot cycle thereof is purposed to improve. And by 
employing an alloy of aluminum proper at the parts 
where no burr is generated, cost is purposed to be 
reduced. 

Examples 

Rg. 6 shows a mold in case of blow molding a t>ottle 
made of polyvinyl chloride. The mold, as in Example 1. 
is formed into a shape of what is split Into two symmetrk: 
metallic motels, and further each of the metallic mokfs 
has been split into the metallic mokl component (a split 
mold proper) 12 and the metallic moki component (a 
nest of a bottom part) 1 3 as are shown in Fig. 6. In this 
case, the metallto moM component (the split mokl 
proper) 1 2 is composed of two layers wherein an alloy of 
aluminum is a main body 1 , and a layer of titanium 1 1 as 
the intermediate metal is bonded thereto by explosive 
cladding. The peripheral parts of the cavity retain along 
the parting line the layer of titanium 11 as it is so as to 
prevent corrosion thereof with a chlorine gas generated 
by heating a polyvinyl chlorkle. 

In this Example, the peripheral part of the cavity of 
the oonrponent of the metallic mold (the split mold 
proper) 12 does not require machining Into the shape of 
a cut-off blade since no burr of a resin is generated at 
this part. 

The component of the metallic motel (the nest of the 
bottom part) 13 of this mold is made of a staoiless steel 
proper. This is because when this moM is used for a 
long period of tirtie, if the way of retaining a layer of tita- 
nium like a shape of a cut-off blade at the peripheral part 
of the bottom part of the bottle is adopted as is seen in 
Example 1 , so as to cut off bun's of a resin generated at 
the bottom part of the t>ottle. durability of the mold is 
decreased because titanium has low hardness as com- 
pared with a stainless steel. Therefore, the component 
of the metallic mold (the nest of the bottom part) 13 
otTtained by. machining a stainless steel proper which 
has an .excellent anticorrpsion property and hardness, 
though therrhal conductivity (thermal radiation) thereof 
is lower, is dared to employ as the nest In this case, the 
part of a stainless steel proper is restricted to a very 
small part and therefore the influence therebyon the 
thermal radiation of the whole of the motel is snnall. 

By splitting pnly the bottom part of a bottle of the 
metallic moM where bun^ are generated into a metallic 
moM component, and by empksying as the part what is 
obtained by machining a stainless steel, [the hardness 
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and durability required to cut off a resin is maintained. 
Further, as for the metallic mold corrponent (the split 
mold proper), by using titanium at the peripheral parts of 
the cavity thereof, an anticorrosion property to a chlo- 
rine gas is enhanced. And by making a main t>ody of the s 
metallic mold component (the split mold proper) an alloy 
of aluminum, the component is provided with thermal 
radiation, and thus a shot cycle thereof is purposed to 
be improved. 

10 

Industrial Applicability 

The metallic mold or the component thereof for 
blow-molding of the present invention makes the cool- 
ing rate of the molded article high and enables a short- is 
ened cycle for molding. The surface thereof has a highly 
hard metal bond, and therefore an improvement in dura- 
bility of a pinch-off part thereof can be attained. Moreo- 
ver, since the highly hard metal is metal lurgically 
bonded to the whole surface of the metallic mold, no 20 
machining such as that in a nest is necessary. There- 
tore, the time to deliver the metallic mold can be short- 
ened and cost of machining thereof can be reduced. 
Further, since a bolting necessary in case of using a 
nest is not necessary, a water cooling circuit can be pro- 25 
vided at a point as near as possible to the surface of a 
mold cavity and the surface of a parting line, and thus a 
high efficiency of cooling with water can be maintained. 

Claims 30 

1. A metallic mold for Wow-molding wherein at a 
peripheral part of a cavity established at a main 
body consisting of a highly thermally conductive 
metal, a layer of a highly hard metal metallurgically 35 
bonded to the main body is provided. 

2. The metallk; mokl for blow-molding according to 
Claim 1. wherein the highly thermally conductive = 
m^al is at least one selected from the group con- 40 
sisHng of aluminum, an alloy of aluminum, copper 
arxi an alloy of copper. 

3. The metallic mold for t)low-molding according to 
Claim 1. wherein the highly hard rhetal is at least 4s 
one selected from the group consisting of a steel, a 
steel of a mokl for plastic molding, a stainless steel, 
titanium, an alloy of titanium, nickel, an alloy of 
nickel and an alloy of beryllium-copper. 

so 

4. The metallic mold for Wow-molding according to 
Claim 2, wherein the highly hard metal is at least 
one selected from the group consisting of a steel, a 
steel of a mold for plastk: molding, a stainless steel, 
titanium, an alloy of titanium, nickel, an alloy of ss 
nickel and an alk^ of berylKum-copper. 

5. A metallic moM for blow-molding having as a conv 
ponerit of the metallic mokl at least one dDmponent 
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of the metallic mold wherein at a peripheral part of 
a cavity estaWished at a main body consisting of a 
highly thermally conductive metal, a layer of a 
highly hard metal metallurgically bonded to the 
main body is provkied. 

6. The metallic mold for Wow-molding according to 
Claim 5, wherein the highly thermally conductive 
metal is at least one selected from the group con- 
sisting of aluminum, an alloy of aluminum, copper 
arKi an alloy of copper. 

7. The metallic mold for blow-molding according to 
Claim 5. wherein the highly hard metal is at least 
one selected from the group consisting of a steel, a 
steel of a mold for plastic molding, a stainless steel, 
titanium, an alfoy of titanium, nk^, an alloy of 
nickel and an alfoy of beryllium-copper. 

8. The metallic mold for blow-molding according to 
Claim 6, wherein the highly hard metal is at least 
one selected from the group consisting of a steel, a 
steel of a mold for plastic molding, a stainless steel, 
titanium, an alloy of titanium, nickel, an alloy of 
nickel and an alloy of beryllium-copper. 

9. A method for producing a metallic mold for blow- 
molding wherein by employing a composite mate- 
rial which is obtainable by metallurgically bonding a 
layer of a highly hard metal onto the surface of a 
main body of a highly thermally conductive metal, 
forming a cavity by digging from the side of the 
highly hard metal into the main IxxJy, and thereby 
forming a layer containing the highly hard metal at a 
peripheral part of the cavity. 

10. The method for producing a metallic mold for Wow- 
molding accoixfing to Claim 9. wherein the highly 
thermal conductive metal is at least one selected 
from the group consisting of aluminum, an alloy of 
aluminum, copper and an alloy of ccpper. 

1 1 . The method for producing a metallic mokl for blow^ 
mokJing according to Claim 9. wherein the highly 
hard metal is at least one selected from the group 
consisting of a steel, a steel of a mold for plastic 
mofoing, a stainless steel, titanium, an alloy of tita- 
nium, nickel, an alloy of nickel and an alloy of beryl- 
lium-copper. 

1 2. The method for producing a metallic mold for Wow- 
mowing according to Claim 10. wherein the highly 
hard metal is at least one selected from the group 
consisting. of a steel, a steel of a mold for plastic 
mokling, a stainless steel, titanium,, an alloy of tita- 
nium, nickel, an cUloy of nickel and an alloy of beryl- • 
Hum-copper. 
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13. A method for producing a component of a metallic 
mold for biow-moMing wherein by employing a 
composite material which is obtainable by metallur- 
gically bonding a layer of a highly hard metal onto 
the surface of a main body of a highly thermally 5 
conductive metal, forming a cavity by digging from 
the side of the highly hard metal into the main body, 
and thereby forming a layer containing the highly 
hard metal at a peripheral part of the cavity. 

10 

14. The method for producing a component of a metal- 
lic mold for blow-molding according to Claim 13, 
wherein the highly thermally conductive metal is at 
least one selected from the group consisting of alu- 
minum, an alloy of aluminum, copper and an alloy 15 
of copper. 

15. The method for producing a component of a metal- 
lic motd for Wow-molding according to Claim 13, 
wherein the highly hard metal is at least one 20 
selected from the group consisting of a steel, a 
steel of a mold for plastic molding, a stainless steel, 
titanium, an alloy of titanium, nickel, an alloy of 
nickel and an alloy of beryllium-copper. 

25 

16. The method for producing a component of a metal- 
lic mold for blow-molding according to Claim 14. 
wherein the highly hard metal is at least one 
selected from the group consisting of a steel, a 
steel of a mold for plastic molding, a stainless steel, 30 
titanium, an alloy of titanium, nickel, an alloy of 
nickel and an alloy of beryllium-copper. 
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